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lization is driven from the borax;, then the work is heated all over until the solder is on the point, of melting, when a concentrated (lame is applied to the joint; until the solder flows. Care should be taken to use the reducing [lame rather than the oxidizing flame, Should it be found diili-cult to confine the heat to the work, pieces of pumice stone may be placed around the part containing1 the joint, as shown in Fig. 656.
A large number of small articles may be easily and quickly
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soldered by placing1 them on a bed formed of small lumps of pumice stone and proceeding from one article to another in succession.
For supporting" small work, leaving1 a number of joints and requiring much fastening, the slabs of asbestos are very desirable. For very small work to be clone with the mouth blowpipe, the prepared blocks of willow charcoal are used.
After soldering, the borax may be removed by boiling the article in sulphuric acid.
If the work is of such a character that it is inconvenient to clasp or rivet it together, or even to wire it, it may be
